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filter from graphite and excess bismuthate. The
use of a filter pump is advisable.
Collect the filtrate and washings in a conical
flask.
Wash well.
From a burette measure the prepared solution
required to discharge the colour.
For discharging the colour, sodium arsenite
solution (see p. 253) may be used, or the colour
may be discharged by measured excess of stand-
ardised ferrous-ammonium sulphate and titrated
back by standardised permanganate solution. In
some works a solution of sodium peroxide in nitric
acid is used. This may be prepared by measuring
off 160 c.c. of 1*42 specific gravity nitric acid,
making up to 1 litre with water and allowing to
cool. Into another flask put 5 grammes of sodium
peroxide and make up with water to half a litre.
Add this solution to the cold nitric acid. Stand-
ardise from time to time the resulting solution of
hydrogen peroxide against solution of perman-
ganate.